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Disclosure to Promote the Right To Information 

Whereas the Parliament of India has set out to provide a practical regime of right to 
information for citizens to secure access to information under the control of public authorities, 
in order to promote transparency and accountability in the working of every public authority, 
and whereas the attached publication of the Bureau of Indian Standards is of particular interest 
to the public, particularly disadvantaged communities and those engaged in the pursuit of 
education and knowledge, the attached public safety standard is made available to promote the 
timely dissemination of this information in an accurate manner to the public. 
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"The Right to Information, The Right to Live'' 
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0. FOREWORD 

0.1 Thb Indian Standard ( First Revision ) was adopted by the Indian 
Standards Institution on 10 January' 1975, after the draft finalized by the 
Handloom and Khadi Sectional Committee had been approved by the 
Textile Division Council. 

©•2 This standard which was first published in 1961 has been taken up for 
revision in order to make it up-to-date The constructional particulars of 
such handkerchiefs which are not in vogue any more are deleted and 
instead the particulars of such handkerchiefs have been incorporated 
which are now being marketed. Other important changes carried out in 
the standard arc: 

a) deletion of breaking strength values, since the standard recommends 
IS : 17M973* for yam; and 

b) inclusion of inspection, marking and packing clauses. 

03 For the purpose of deciding whether a particular requirement of this 
standard is complied with, the final value, observed or calculated, express* 
ing the result of a test or analysis, shall be rounded oflT in accordance with 
IS : 2-l960t. The number of significant places retained in the rounded 
off value should be the same as that of the specified value in this 
standard. 



1. SCOPE 

1»1 This standard prescribes the constructional particulars and other 
requirements of handloom cotton handkerchiefs, bleached, dyed, striped, 
checked or printed. 

1*2 This standard does not specify the general appearance, feel, finish, etc, 
of the handkerchief. 

^Spedliaition for grey cotton yarn ( sicon^ rmsim ). 
fRutet for rounding off numerical values ( uoiad ). 
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^ MANUFACTURE 

2«1 CUmstractional PMdciilars — Constructional particulars shall 
confonn to those given in Table 1. These are obtainaUe by using yam 
conforming to IS : I7U1973*. 



TABLE 1 GONSTRUCnONALPARTIGULARS OF HAMIKLIKMii COTTON 

HANDKERCmBfS 


VAamr Goitbt 
No 


ofYabst 


EiTDS/dm 


PsOKS/dm 


Warp 


Well 




(1) (2) 


(3) 


(4) 


(5) 


1. 20»(orS0tex) 


20*(or30tex) 


170 


170 


2. 30«(or20tc9c} 


S0S(or20tes) 


190 


190 


3. 30* ( or 20 tex ) 


30*(or20tex) 


220 


220 


4. 40B(orl5tex) 


40« ( or 15 tex ) 


170 


170 


y 40« ( or 15 tCK ) 


40«(orl5tex} 


210 


210 


6. 40» ( or 15 uai ) 


40«(orl5tcx) 


240 


240 


7. 60« ( or ID tcx ) 


e0« ( «r 10 teat ) 


240 


240 


8. 60«(orl0tex) 


60> ( or 10 tex ) 


280 


280 


9. 60* ( or 10 tex ) 


eO»(orlOtcx) 


300 


300 


10. 80» ( or 7-4 tcx ) 


80»(or7-4tex) 


250 


250 


11. 80«(or7-4t«) 


80« ( or 7-4 tex ) 


280 


280 


12, 80«(or7-4t«) 


80*(or7-4tcx) 


320 


320 


IS. 80«(or7-4t«) 


80«(or7-4tex) 


440 


440 


14. 100S(or5*9lex) 


100* ( or 5-9 tex ) 


320 


320 


15. 100«(or5-9t«) 


100* ( or 5-9 tex ) 


350 


350 


16. 100«(or5-<>ta) 


100* ( or 5-9 tex ) 


470 


470 


ToExaAiroa :fe5 petcent 


:i:5 percent 


±5 percent 


^5pemnt 


Bitenroottr IS : 1315.1959* 
Tbm 


IS : 1315.1959* 


IS : 196S.19e9t 


IS: 1963. 
19e9t 


fMecliod for determinmtion of threads per decimetre in 


1 yam. 

i woven uibrios 


[JkstfwifUm). 











♦Speciflqition for grey 



yani(j 



)• 



I8ilf9».lf7S 
3. SEQIDIREllffENTS 

3.1 Requirements of handkerchiefs shall confiwm to those given in 
Table 2. 



TABLE 2 REQyiREMENTS OF HANDLOOM COTTON HANDKERCHIEFS 


No, 


Requibemfxt 


Method or Test 


(1) (2) 


(3) 


(4) 


i) Dimensional changes, 
percent, Aiax 


2-5 


IS : 2977.19t)4* 


ii) Scouring loss, percent, 
Max 


2-5 


IS:1383.1977t 
( Mild Method ) 


iii) Colour fastness to: 

a) Light 

b) Washing 


4 or better 
4 or better 


IS;2454-l%7t 
IS:764.1966§ 


iv) Length X width, cm X cm 

Tolerance on : 

a) Length 

b) Width 


38 X 38, 40 X 40, 
44 X 44 or 46 X 46 

— 2 percent 

— 2 percent 


IS : 1954-19691! 



^Method for determination of dimensional changes of woven fabrics ( other than 
wool ) on soaking in water. 

tMethod for determination of scouring loss in grey and finished cotton textile 
materials {first nvision ). 

^Method for determination of colour fastness of textile materials to artificial liglit 
t xenon lamp ). 

§Method for determination of colour fastness of textile materials tu washing: 
Test 3 ( first f§msion). 

||Method»for determination of length and width of fabrics {first revision ). 



4. INSPECTION 

4.1 The handkerchiefi when visually inspected should be reasonably free 
from the following defects ( see IS : 4125.1967* ): 

a) Weft crack of more than 2 mianng picks across the width of 
material; 

b) Pkximiiientiy noticeable weft bar due to the difference in raw 
material, count, twist, lustre, colour, shade or pick spacing of 
adjacent groups of weft yam; 



♦ OIn sii r y of terms pertaininff to defects in ^brics. 

5 
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c) More than two adjacent ends running parallel, broken or misttng 
and extending beyond 15 cm; 

d) Prominent selvedge defect; 

e) Noticeable warp or weft float in the body of the material; 

f) Noticeable oil or other stain in the materia]; 

g) Noticeable hole, cut or tear up to 3 mm in size in the body of the 
fabric; 

h) Conspicuous broken pattern; 

j) Prominently noticeable printing or dyeing defect; 

k) Smash definitely rupturing the texture of the material; and 

m) Extensive printing or dyeing defect. 

5. MARKING 

M Each handkerchief shall be suitably marked or labelled with the 
following information: 

a) Name of the material; 

b) Manufacturer's name» initials or trade-mark; 

c) Length and width of handkerchief; 

d) Count of warp and weft yam; and 

e) The words 'Fast Colour' in case of dyed and printed 
handkerchiefs. 

54.1 The handkerchief may also be marked with the ISI Certification 
Mark. 

Nora — The use of the IS! GertificaticMi Mark is goyemed by the provisions of the 
Indian Standards Institution ( Certification Marks ) Act and the Rules and Regulations 
made thereunder. The ISI Mark on products covered by an Indian Standard conveys 
the assurance that they have been produced to comply with the requirements of that 
tundard under a well-defined system of inipection, testing and quality control which 
is devised and supervised by ISI and operated by the producer. ISI marked productt 
are also continuously checked by ISI for conformity to that standard as a further 
safeguard. Details of conditions under which a licence for the use of the ISI Certifica- 
tion Mark may be granted to manufacturers or processors, may be obtained from the 
Indian Standards Institution. 

6. PACKING 

6.1 Unless otherwise agreed upon by the buyer and the seller the 
handkerchiefi shall preferably be packed in bales or cases in conformity 
with the procedure laid down either in IS : 1347-1972* or IS : 293.1967t. 

•Code for inland packaging of oottim cloth and yarn (>y| rwMlaji ). 
fSeaworchy packaging of ootton doth and yam {mmidfmkkm )» 



INTERNATIONAL SYSTEM OF UNITS (SI UNITS) 



VwM9 

Q.04«TITT 
L«llgtb 



Umr 



Stmboi. 



Time 

Electric cumat 
Thennodynmmac 
tempemture 
Luminous mteniity 
Amount of tubttance 



Unto 



QpAMTTVf 

PUn« angle 
Solid angle 

DoHvod Uttita 
QpjjrriTT 

Force 



Power 

Fhn 

Flux denaity 

Frequency 

Electric conductance 

Electromotive Ibree 

Preimirey itreai 



kilofYam 


kg 




lecond 


s 




ampere 


A 




kelvm 


K 




candela 


cd 




mole 


mol 




Umt 


Symbol 




radian 


rad 




iteradian 


tt 




Unit 


Stmbol 


Dxrannoii 


oewton 


N 


IN -I kg.m/f* 


joule 


J 


1 J « 1 N.m 


watt 


W 


1 W - I J/f 


weber 


%Vb 


1 Wb - 1 Vj 


tetla 


T 


IT - I Wb/m« 


bertx 


Ha 


I Ht «* lc/f(»*>) 


itemeni 


S 


IS - 1 A/V 


volt 


V 


IV -1 I W/A 


paical 


Pa 


1 Pa - 1 N/m« 
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37 87 28 
23^02 
41 24 42 

2,03 81 
2 78 48 
8 27 18 
538 27 

233 20 
22 10 18 
883 32 
8 12 72 
8 28 83 
88 87 



nip^iM Uf ihs^^mm m;ii^H^ mi 
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